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(57) Abstract 

A method of stabilizing particles with an insulating, semiconducting and/or metallic coating and stabilized particles prepared thereby 
are disclosed. In addition, particles stabilized by an insulating, semiconducting and/or metallic coating, wherein said coating is attached 
to said particles via a bi functional Mgand are provided, as is 3 method is provided for determining the presence of an analyte in a sample 
comprising incubating the sample with a ligand bound to a coated particle, capable of specifically binding to the analyte and capable of 
providing a dcicuiable signal and detecting the presence of n iigand-coated particle: analyte complex as indicating the presence of the analyte 
in the sample. 
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STABILIZED PARTICLES AND METHODS 
OF PREPARATION AND USE THEREOF 

5 Technical Field 

The present invention relates generally to stabilized particles and 
methods for their production. More specifically, the present invention relates to 
particles having a size of less than about 0.1 microns or lOOnm, such as 
nanoparticles, that are stabilized by an insulating, semiconducting and/or 

10 metallic coating. 

Background of the Invention 

Nanosized metal particles have a wide variety of potential uses, ranging 
from nonlinear optical switching and high-density information storage to 
immunolabeling and tracer diffusion studies in concentrated dispersions. 

15 Nanoparticles have unique optical, electrical and magnetic properties. 
Nanoparticles are typically optically transparent. A major difficulty with large- 
scale implementation is that metal colloids have complicated double-layer 
structures, and their stability is controlled by both electronic equilibria and 
ionic/polymer adsorption. 

20 Semiconductor materials also have an extraordinary importance in 

technology mainly because of their special electronic properties that arise from a 
separation between the conduction and valence bands. When semiconductor 
materials are prepared in the nanoparticle-size range, the density of electronic 
states changes in a systematic manner which strongly influences the optical and 

25 electronic properties of the material. The surface of semiconductor nanoparticles 
is highly defective from the point of view of semiconductor physics, so that 
energy levels within the energy gap of the bulk solid occur due to reconstruction 
of atomic positions. 
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The preparation of at least nanosized particles can be facilitated greatly 
by careful choice of the ligands or stabilizers used to prevent particle 
coalescence. For example, polymeric stabilizers are very efficacious dispersants 
in aqueous solution, whereas long chain surfactants or chemically specific 
5 ligands are more widely used in organic media. Alternatively, stabilization can 
be achieved through compartmentalization of the particles in micelles or 
microemulsions, while immobilisation in glasses or sol gels is the preferred 
technique when redox reactions of the particles with the matrix need to be 
avoided. More recently, Langmuir-Blodgett (LB) films have been used as 

10 particle stabilizers, and electrodeposition of surfactant-stabilized metal particles 
has been used to create ordered two-dimensional crystals. These various 
techniques not only permit the synthesis of pure metal particles, but also allow 
the preparation of semiconductor particles and nanosized alloys, mixed metal 
particles, and coated particles as well as particles with nonspherical geometries 

15 {e.g., rods or platelets). 

However, many of the stabilizers employed affect the solid state 
properties of the particles. To circumvent this problem it is desirable to find a 
stabilizer that prevents particle coalescence. In addition, it is preferable that the 
stabilizer be chemically inert and optically transparent. These conditions can be 

20 met by, for example, silica, a coating material used in a wide range of industrial 
colloid products ranging from paints and magnetic fluids to high quality paper 
coatings. 

The use of silica as a stabilizer rather than an organic molecule has 
several advantages. In addition to preventing coagulation of the particles during 
25 chemical or electronic processes, the silica shells are expected to act as a 
passivant due to a disordered (amorphous) structure that can be accommodated 
to that of the underlying particles. 

However, some particles, for example, gold metal, have very little 
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affinity for silica because they do not form a passivating oxide film in solution. 
Furthermore, there are usually adsorbed carboxylic acids or other organic anions 
present on the surface of such metals to stabilize the particles against 
coagulation. These stabilizers also render the metal surface vitreophobic. 
5 A need exists for a method of coating particles with a suitable agent 

such as silica to impart stability to the particles and to the surface thereof without 
substantially affecting their properties, in particular their optical properties such 
as fluorescence. 
Summary of the Invention 

10 Accordingly, it is an object of the invention to address the above- 

identified need in the art. 

According to one aspect of the present invention there is provided a 
method of stabilizing particles with an insulating, semiconducting and/or 
metallic coating. The method comprises: (i) admixing a source of particles with 

15 a source of coating to provide a particle-coating admixture; (ii) adding to the 
particle-coating admixture a bifunctional ligand represented by structural 
formula (I) 

(I) A-X-B, 

20 

wherein A is a first functional group that attaches to the particle, or to a coating 
formed on the particle, selected from the group consisting of thiols, amines, 
phosphines, phosphates, borates, tetra alkyl ammoniums, carboxyls, silicates, 
siloxys, selenates, arsenates and aluminates, B is a functional group that activates 
25 the surface of the core particle for nucleation of a coating layer and is selected 
from the group consisting of thiols, amines, phosphines, carboxyls, silicates, 
siloxys, silanes, selenates, arsenates and aluminates, and X is an optional linking 
group. 
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In an alternate embodiment, the source of particles is first admixed with 
the Afunctional ligand to provide a particle-ligand admixture; (ii) adding to 
particle-Hgand admixture a source of coating; and (iii) allowing the Afunctional 
ligand and coating to deposit on the particles. 
5 According to another aspect of the invention, stabilized particles are 

provided wherein the particles are prepared by either of the aforementioned 
methods. 

According to yet another aspect of the present invention, there are 
provided particles stabilized by an insulating, semiconducting and/or metallic 
10 coating, wherein said coating ir attached to said particles via a Afunctional 
ligand. 

According to still another aspect of the present invention, a method is 
provided for determining the presence of an analyte in a sample suspected of 
containing the analyte comprising incubating the sample with a ligand that 
15 specifically binds to the analyte and is capable of providing a detectable signal, 
wherein the ligand comprises a coated particle as disclosed herein. 

According to a further aspect of the present invention there is provided 
a pigment or paint colourant which is composed wholly or partly of the stabilized 
particle defined above. 
20 These and other embodiments of the subject invention will readily 

occur to those of ordinary skill in the art in view of the disclosure herein. 
Brief Description of the Drawings 

FIG. 1 is an illustration of the surface reactions involved in providing a 
silica coating on a core particle using the Afunctional ligand 3-mercaptopropyl 
25 trimethoxysilane. 

FIG. 2 depicts UV-visible spectra of CdS nanoparticles prepared in 
water using sodiu m silica f e as a stabilizer wherein the solid line represents 
addition previous to rtancpartkle formation and the dashed line represents 
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addition after nanoparticle formation. 

FIG. 3A is an election micrographs of silicate-stabilized CdS particles 
prepared in water. FIG. 3B is an electron micrograph of silicate stabilized 
CdS@Si02 particles prepared by transfer into ethanol, producing a sudden silica 
5 deposition. The scaling of the micrographs is as indicated. 

FIG. 4A and FIG. 4B depict UV-visible spectra illustrating 
photocorrosion of CdS nanoparticles and Cd@Si02 nanoparticles, respectively, 

after 0 hours (solid line), 7A hours (dashed line) or 48 hours (dotted line) of 
exposure to UV light. 

10 FIG. 5 A depicts UV-visible spectra of CdS@SiC>2 nanoparticles 

calculated using Mie theory wherein the dashed and solid lines represent the 
spectrum for nanoparticles prepared in water and after transfer into ethanol, 
respective!}'. FIG. 53 depicts experimentally determined UV-visible spectra of 
CdS@Si0 2 parades prepared ro water (solid line) and after transfer into ethanol 
15 (dashed line). 

FIG. 6 depicts a phot: luminescence spectrum of CdS@SiC>2 prepared 
using 3-mercaptopropyl trimethoxysilane as a Afunctional ligand. 

FIG. 7 depicts electroluminescence spectra observed from CdS@SiC>2 

particles prepared using 3 mercaptopropyl trimethoxysilane as Afunctional 
20 ligand. 

Detailed Description of the Invention 

The praciice of the methods of the present invention will employ, 

unless otherwise indicated conventional techniques of synthetic organic 

chemistry that are within the skill of the art. Such techniques are explained fully 
25 in the literature. See, e.g., Kirk-Othmer's Encyclopedia of Chemical 

Technology; House's Modern Synthetic Reactions and C.S. Marvel and G. S. 

Hiers 1 text. ORGANIC SYNTHESIS, Collective Volume 1. 
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As used in this specification and the appended claims, the singular 
forms "a," "an" and "the" include plural references unless the content clearly 
dictates otherwise. Thus, for example, reference to a "functional group" includes 
more than one such group, reference to t4 a coating layer" includes more than one 
5 such layer, and the like, 
A. DEFINITIONS 

In describing the present invention, the following terms will be 
employed, and are intended to be defined as indicated below. 

The term "alky!" as used herein refers to a branched or unbranched 

10 saturated hydrocarbon group of ] to 24 carbon atoms, such as methyl, ethyl, n- 
propyl, isopropyl, n-butyl, isobiUyl, /-butyl, octyl, decyl, tetradecyl, hexadecyl, 
eicosyl tetracosyl and the like, as well as cycloalkyl groups such as cyclopentyl, 
cyclohexyl and the like. The term "lower alkyl" intends an alkyl group of 1 to 6 
carbon atoms, preferably 1 to 4 carbon atoms. 

15 The te/ro "alkenyl 11 as used herein refers to a branched or unbranched 

hydrocarbon group of 2 to 24 carbon atoms containing at least one carbon- 
carbon double bond, such as ethenyl, /?-propenyl, isopropenyl, H-butenyl, 
isobutenyl, Nbutenyl, octenyl, decenyl, tetradecenyl, hexadecenyl, eicosenyl, 
tetracosenyl and the like. Preferred alkenyl groups herein contain 2 to 12 carbon 

20 atoms and 2 to 3 carbon-carbon double bonds. The term "lower alkenyl" intends 
an alkenyl group of 2 to 6 carbon atoms, preferably 2 to 4 carbon atoms, 
containing one -C=C- bond. 

The term "alkynyi" ss used herein refers to a branched or unbranched 
hydrocarbon group of 2 to 24 carbon atoms containing at least one -C=C- bond, 

25 such as ethynyl, 77-propynyl } isopropynyl, n-butynyl, isobutynyl, f-butynyl, 
octynyl, decynyl and the like. Preferred alkynyl groups herein contain 2 to 12 
carbon atoms. The term "lower alkynyl" intends an alkynyl group of 2 to 6, 
preferably 2 to 4, carbon atorr^. and one -C=C- bond. 
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The term "halogen" as used herein refers to fluorine, chlorine, bromine 
and iodine. 

A coated particle depicted, for example, as "CdS@Si02" is intended to 
refer to a core particle comprising CdS having a coating comprising Si02- 

The term "Afunctional ligand" is used herein in its broadest sense to 
refer to any mono- or polydentate ligand comprising a first functional group 
capable of binding to a particb and a second functional second capable of 
binding to the coating. Preferably, the first functional group attaches to a particle 
and the second functional group attaches to a coating via one or more attachment 
points. Optionally, the Afunctional ligand may comprise a spacer between the 
first and second functional groups. 

"Optional" or "optionally" means that the subsequently described event 
or circumstance may or may not occur, and that the description includes 
instances where said event or circumstance occurs and instances where it does 
not. For example, the phrase "optionally substituted lower alkyl" means that the 
lower alley), group may or may not be substituted and that the description 
includes both unsubstituted lower alkyl and lower alkyl where there is 
substitution. 

A stabilized particle and method of preparing stabilized particles are 
provided herein. Stabilization of the particles is achieved by providing a coating 
on the particle that is insulating, semiconducting, metallic or combinations 
thereof The coating is attached to the particle through a Afunctional ligand 
comprising a first functional group and a second functional group. 

The particle is preferably a nanoparticle having a size of less than about 
0.1 microns, i.e., 100 nanometers. Preferably the particles have a diameter less 
than 40 ran. Larger particles may suffer from sedimentation problems during the 
coating process. The particles may vary in shape from generally spherical, 
through ellipsoid to cylindrical or rod like. For non spherical particles the 
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effective diameter is (abc) 1 ' 3 where a, b and c are the coordinate axes of the 
particles. Accordingly, for rod-like particles where a = b «c, the length (c) of 
the rods may exceed lOOnm provided (abc) I/3 is less than lOOnm. Preferably 
(abc) 1/3 is less than 20nm xo obtain optical transparency. There may be a 

5 distribution of particle size and in this specification we refer to diameters as the 
number average. Relatively narrow size distributions are preferred as a small 
proportion of large particles may cause undesirable light scattering or 
sedimentation. The particle can comprise a metal, such as copper, silver, gold, 
platinum, or the like, or a metal compound or alloy such as a metallic sulphide, a 

10 metallic arsenide, a metallic selenide, a metallic telluride, a metallic oxide, a 
metallic halide or a mixture thereof. Preferred particles are semiconductor 
nanoparticles. Examples of semiconductor nanoparticles include cadmium 
sulphide (CdS), germanium (Ge), silicon (Si), silicon carbide (SiC), selenium 
(Se), cadmium selenide (CdSe\ cadmium telluride (CdTe), zinc sulphide (ZnS), 

15 zinc selenide (ZnSe), zinc oxide (ZnO) and the like. These semiconductor 
nanoparticles are known to exhibit strong photoluminescence in the visible range 
of the electromagnetic spectrum. Some organic polymers, such as poly(pyrrole), 
also form conducting fluorescent particles and precipitate as nanoparticles. Such 
polymer nanoparticles can also be stabilized using the method disclosed herein. 

20 The source of the particles may be either the particles per se, a 

compound containing the particles or two or more compounds which when 
combined form the particles. For example, Cd(N03>2 and Na2S may be 
combined to form the semiconductor CdS. In the case of metal cores, the source 
of the particles is usually a me tal salt that can be reduced to form metal particles 

25 with desired size and morphology, for example, AUCI4- is a source of gold 
particles and AgNC«3 is a sjou.xe of silver particles. The particles to be coated 
may already be of a core/shell F-rracture or a coat cored structure. In this case the 
particles can therefore hav-2 multipb coating layers. 
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The particle is coated with a coating layer. Preferably the coating 
thickness is between 1 0 and 30nm. At coating thicknesses less than lOnm coated 
particles may exhibit some colloidal instability. If coating thickness significantly 
exceeds 30nm the coated particles may cause undesirable light scattering. 
5 Preferably the coated particles are also nanoparticles. The coating is bonded to 
the particle through a biftmctional ligand. The Afunctional ligand is represented 
by the formula: 

A-X-B 

10 

wherein A. B and X are defined zs above. 

The first functional group, A, is a chemical entity or group that can 
bind specifically to a particle and therefore alter the surface state and surface trap 
energies that control or affect surface fluorescence and nonradiative decay 

15 pathways in photoexcited nanoparticles. The first functional group can be 
monodentate or polydentate, which may enhance bonding to the particle. It will 
be understood that the first functional group chosen will depend on the type of 
particle being coated. The structure of the first functional group may also 
change when it is bound to the surface of the particle. For instance, when the 

20 first functional group is -NH? : then only N bonds to the particle surface. In the 
case of -SH. only S bonds to the particle surface. The first functional group can 
be selected so as to bind tc a particle that has been coated according to the 
method disclosed herein, thereby providing a particle comprising more than one 
coating layer. 

25 The second functional group is a chemical entity or group which has 

the ability to activate the surfac e of the core particle for nucleation of a coating 
layer. The second functional uroup may also activate the fluorescence in the 
coating layer, h wi]j be appreciated that the second functional group chosen will 
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depend on the type of coating to be deposited. For example, silane second 
functional groups activators are usually negatively charged in water at a pH of 
greater than two. A cationic second functional group such as NR4+ , wherein R 
is an a]kyl group such as methyl or ethyl may be more efficacious for deposition 
5 of anionic coating species such as AUCI4", PtClg 2 " or SnC>3 2 *\ In some cases, it 
may be useful to apply an organic coating such as a conducting polymer to the 
surface to aid electron transfer from the activated core particle. In this case, the 
second functional group could be an unsaturated ethylene or allyl group which 
can couple to the alkyl chains of the polymer coating. The activating group will 

10 then be optimized for coupling to any functional groups on the backbone or on 
pendent groups of the polymer coating. A bifunctional ligand comprising such a 
coating activator will permit activated core particles to be coated with 
conducting layers that can be embedded into organic films such as plastics. 

Suitable spacers include, but are not limited to, straight chain, branched 

15 or cyclic hydrocarbons such as alkyl, alkenyl or alkynyl spacers that optionally 
can be substituted with halide groups such as fluoride, chloride, bromide or 
iodide. Preferably, the spacer is an alkyl or fluoroalkyl chain. 

Specific examples of bifunctional ligands include are 3-mercaptopropyl 
trimethoxysilane [SH(CH 2 ) 3 (Si(OMe) 3 )] ("MPS"), 1 ,3 -propanediol 

20 [(HS(CH 2 ) 3 SH),], 3-aminopropanethiol I(HS(CH 2 ) 3 NH 2 )] ("APT") and 3-amino 
propyl trimethoxysilane [NH/CH 2 ) 3 Si(OMe) 3 ] ( U APS"). In one preferred 
embodiment, rj-e bifunctiomJ ligand is MPS, APT or APS. In these ligands, the 
mercapto or thiol and amino groups function as the first functional group and the 
trimethoxysilane group functions as the second functional group. In an other 

25 preferred embodiment the second functional group may be another alkoxysilane 
group such as (Si(OEt) 3 or any other hycrolysable functional groxip such as Si 
(OPr) 3 In ether words the second functional group can be a hydrolysable 
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functional group having the structural formula (Si(OR) 3 ), wherein R is an alkyl 
group, preferably a lower alkyl group. While in this specification the Examples 
illustrate R being a methyl group other alkyl, especially lower alkyl groups could 
also be used to provide suitable coatings. The propyl group acts as a spacer. 
When the activator is HS(CH2>3 SR, the core particle will be activated by the 
SH groups and its surface will also be coated with those groups which bind 
strongly to most metal ions including Cd 2+ and Ag+. This surface is then 
suitable for n ucIcaLion of a metal sulfide coating such as CdS, CdSe or ZnSe or a 
metal coating perce such as /u; or An. 

It will be appreciated that the coating may be selected from the same 
material as the core panicles. Suitable insulating, semiconducting and/or 
metallic coatings include silica, Se, organic conducting polymers such as 
poly (pyrrole), metal oxides such as titania (TiC>2), zirconia (Zr02), alumina (AI2 
03), zin: oxide (ZnO), tin dbxide (S11O2) or manganese oxide (MnO), metal 
sulphides such as CdS and Z: S, metal selenides such as CdSe and ZnSe, metal 
tellurides such as CdTe and ZnTe. metal halides such as silver iodide (Agl) and 
silver bromide (Ag3r), catalydcally active rnetals such as platinum, palladium, 
iridium or alloys and mixture? thereof, metals with unusual optical properties 
such as bismuth or metals per se such as copper, silver or gold. Silica is a 
preferred coating due to its ability tc dissolve in various solvents and resistance 
to coagulation. The coating is preferably homogeneous and microporous which 
protects the particles for example from photochemical degradation. However, it 
will be understood that the te rn "coating" is used herein in its broadest sense and 
refers to both partial and complete coatings, as well as to multiple layers of 
coatings. Wile a complete coating is desirable, it may not be possible as a 
consequence of experimental limitations or because the required effect is 
achievable with an incomplete coating. 
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containing the coating or two or more compounds which when combined form 
the coating. When the coating is silica, sodium silicate may be an appropriate 

source. Addition of Cd2 + and R'2Se at an optimal rate to activated particles will 

generate particles coated with CdSe. Alternatively, slow reduction of AuClr can 
5 be used to coat particles with gold onto the mercapto-activated surface described 
above. 

For metal oxide or hydroxide coatings, control of pH can be used to 
optimize the coating conditions. When coating with silica, deposition occurs 
optimally at a pH of about 9 to about 12. The silane activator ligand is then 

10 negatively charged, which favors the deposition of cationic species. However, 
very high pH often causes precipitation of metal hydroxide or oxide so quickly 
that the coating cannot compete. For example, in the case of alumina or titania 
deposition onto filane-activated core particles, a lower pH may provide slower 
hydrolysis and less nucleation of pure coating particles at the expense of 

15 weakening the attraction between the silane groups and the metal cations in 
solution. An optimal pH exists which minimizes separate coating particle 
formation whilst maximizing deposition onto the activated surface. For metal 
oxide coatings such as AI2O3, TiC>2, Z-TO2 and SnC>2, silane groups are the 
simplest and cheapest activator to use, but specially synthesized activators 

20 containing, for example, Ti. Al or Sn alkoxide groups as coating activators may 
be more efficacious. 

The surface reactions involved in attaching silica to MPS are illustrated 

in FIG. 1. 

The first two steps of the method disclosed and claimed herein 
25 comprise (?) reacting a source of particles with a source of coating and (ii) 
adding a bimrctional ligand of the formula A-X-B wherein A, X, and B are as 
defined above. Alternatively, the source of particles may first be reacted with 
the Afunctional lipand, followed by addition of the coating. These first two 
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steps may be carried out in any suitable solvent, preferably water and/or an 
alcohol such as ethanol. The particle size may be influenced by the order of 
addition of the reagents. Each reagent is generally added with stirring using any 
suitable known technique, for example, magnetic stirring. After the particle, 
bifunctional reagent and coating are admixed, the Afunctional ligand and coating 
are allowed to deposit onto the particle. The duration of the deposition step may 
be from about 6 hours to about 7 days so as to ensure that the coating has 
deposited onto the modified particle surface. 

The coated particles may then be transferred into a suitable solvent 
such as an alcohol e.g., ethanol, so that any excess dissolved coating that may be 
present precipitates out onto the coated particle thereby increasing the thickness 
of the coating thereon. 

In another embodiment, the method described in Stober et al. (1968) J. 
Colloid Interface Sci. 26:62 can be used for further coating growth when the 
coating is silica. Briefly, this technique involves the base-catalyzed hydrolysis 
of tetraethoxysilane ("TES") and subsequent condensation/polymerization of 
silica monomers onto the existing coated particles. 

The stabilization of the particles of the present invention inside a 
coating preserves their unique properties such as fluorescence. In addition, the 
coating substantially prevents photochemical degradation of the particles which 
can be advantageous in high temperature or optical applications. The coating 
may also enable these particles to be dispersed in a wide variety of matrices 
including glasses, polymers and solvents. 

Coated particles as disclosed and claimed herein find utility as 
detectable labels for use in a variety of contexts. For example, a method is 
provided for determining the presence of an analyte in a sample suspected of 
containing the analyte comprising incubating the sample with a ligand that 
specifically bir ds to the analyte and is capable of providing a detectable signal 
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by virtue of the presence of a coated particle as part of the ligand. The ligand 
can be any molecuie that can specifically bind to the analyte. Thus, the ligand 
can be an antigen- or epitope-specific monoclonal or polyclonal antibody, a 
poly- or oligonucleotide comprising a nucleic acid sequence complementary to 
5 the nucleic acid sequence of a poly- or oligonucleotide analyte, a receptor 
agonist or antagonist capable of binding specifically to a cellular receptor 
molecule, e.g., a ce!l surface receptor molecule, a cytoplasmic receptor molecule, 
a nuclear receptor molecule, or the like. The coated particle can be attached to 
the ligand using methods that are well known in the art. 

10 A coated particle-hgand composition is added to the sample and 

incubated therewith for a period of time sufficient for the coated particle-ligand 
to bind to the analyte to form a coated particle-ligand.analyte complex. The 
amount of coated p?.rticle-ligand composition and the period of time required for 
the coated particle-ligand composition to bind to the analyte can be determined 

15 using any method routine in the art. The coated particle-ligandianalyte complex 
can be separated from unbound coated particle-ligand composition using 
methods such as filtration, centrifugation and the like. The presence of a coated 
particle-ligand:analyte complex can be detected using fluorescence, 
photoluminescence, absorption, diffraction or scattering methods. The amount 

20 of coated particle-ligandranalyte complex detected can be quantitated by 
comparison with % standard curve prepared using samples containing known 
concentration of the analyte 

Possible additional applications for these stabilized particles may be in 
the fields of pigments, paints, fabrics, optics such as fluorescence and 

25 electronics. 

Below a r e examples of specific embodiments for carrying out the 
present invention. The exsrnp'i&s are offered for illustrative purposes only, and 
are not mXvided to limit the scope of the present invention in any way. 
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Efforts have been made to ensure accuracy with respect to numbers 
used (e.g., amounts, temperatures, etc.), but some experimental error and 
deviation should, of course, be all owed for. 
General Experimental 

Tetraethoxysilane ("TBS"), sodium silicate (Na20(Si02)3-5 (27 wt.% 
Si0 2 ) were purchased from Aldrich. Cd(N0 3 ) 2 (Merck), Na 2 S (Sigma) and 3- 
mercaptopropyl trimethoxysilane (MPS) were used. Technical grade ethanol 
(Panreac) and d'StiJIed water were used in all the preparations. 

Transmission electron microscopy ("TEM") was carried out using a 
Philips CM20 microscope operating at 200 kV. Samples were prepared by 
allowing a drop thereof to evaporate on top of a carbon-coated copper grid. UV- 
visible spectra were measured with a HP 8453 diode array spectrophotometer in 
1-cm path length quartz cuvettes. 

EXAMPLE 1 
PREPARATION AND CHARACTERIZATION 
OF A CDS PARTICLE COATED WITH SILICA 

The general procedure for the preparation of CdS@Si0 2 colloids 
comprised the following steps. 

To 45 mL of distilled water, 2.0 mL of Cd(N03)2 10' 2 M, 2.5 mL Na2 

S 8 x 10* 3 M and 0.25 mL of I wt.% sodium citrate solution were added under 
vigorous stirring and a nitrogen atmosphere. The final CdS particle 
concentration was 0.4 mM. 

To 50 mL of the CdS solution w as added 0.5 mL of a freshly prepared 
aqueous solution of MPS (I roM) under vigorous magnetic stirring. Sodium 
silicate (2.0 mL of a 0.54 wt.% solution, pH 10.5) was added, again under 
vigorous staring. The resulting dispersion (pH > 8.5), particle size 5 - lOnm, 
was allowed to stani for 5 i'-yyi. so that sirca slowly polymerized or formed onto 
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the modified CdS particle surface. The dispersion of silica-coated CdS particles 
was transferred into ethanol, so that the excess dissolved silicate precipitated out 
(mainly on the existing cores), increasing the shell thickness. 

The method described in Stober et al., supra, was then used for further 
5 growth. This method comprised the base-catalyzed hydrolysis of TES and 
subsequent condensation/polymerization of silica monomers onto the existing 
nuclei. 

A. Stab ilization with Citrate 

Citrate ions have been used as protective agents for a variety of 

10 inorganic colloid?. DifFere-*: citrate/Cd 2_i ~concentration ratios were tested, 
finding an optima] value of 0.45, which was used for all the remaining 
experiments. The average particle size of the CdS particles obtained through this 
process was 7 rjn. 

CdS can he degraded under the influence of light in the presence of 

15 dissolved oxygen. The action of oxygen consists of an oxidation of sulphide 
radicals arising through the formation of hole-anion pairs at the particle surface: 

Sc.- o 2 -> s s + o 2 - (I) 

20 wherein subscript s indicates a surface atom. 

This process can be inhibited through the addition of excess sulphide ions, 
although ar. d-emative and cleaner way is to carry out the reaction under 
nitrogen atmosphere. When the synthesis is performed in the absence of oxygen, 
i.e., under a nitrogen atmosphere, the colloid prepared is stable against 

25 photodegradation for weeks, allowing for modifications to be performed on it 
without farther precautions 
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B. The Role of MP S 

The adhesion of silicate moieties at the particle surface can only be made 
effective when a silane coupling agent is present in the solution. Such a coupling 
5 agent acts as a surface primer for making the colloid surface vitreophilic and 
facilitating silicate deposition. 

In the case of a particle of CdS, MPS was chosen since it contains a 
mercapto gronp tfrt can bond directly to surface Cd sites, leaving the silane 
groups pointing toward solution, from where the silicate ions approach the 

10 particle surface. These silicate ions build up a first silica shell which permits the 
transfer into ethanoi without particle coagulation. It was observed that the 
presence of a very thin silica shell is not sufficient to prevent photodegradation, 
which is mainly attributed to the presence of pores which are large enough to 
permit the diffusion of Cb molecules through them. 

1 5 C. Transfer m\o ■ Ethartol 

The solvent exchange process plays two important roles: on the one hand 
it serves to precipitate out al? the silicate moieties (monomers or oligomers) still 
present in the solution due f.o a sudden decrease in solubility and on the other 
hand, it is necessary for the growth of thicker shells when desired. An 

20 appropriate etbanohwater volume ratio (at which maximum silicate deposition 
on the cores is achieved whilst spontaneous nucleation of silica particles is 
minimised) was found to be between about 4:1 and about 5:1. 
D. Transmission e lectron m i c rose op v 

FIG, 3 shows the appearance under the TEM of the particles prepared 

25 following the method described. The slightly higher electron absorption by CdS 
than by SiCH provides a sufficient contrast to show the core homogeneously 
surrounded by the silica shell. As shown in FIG. 3, the crystalline nature of the 
CdS particles cap be observed, ir contrast wiih the amorphous silica shell. Both 
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core-free £nd multiple-core silica particles are formed as well during the transfer 
into ethanol. The shell can be made thicker and the particle surface smoother by 
the addition of ammonia and TES, resulting in monodisperse silica spheres with 
CdS cores placed at their centers. 

5 E. Stabiliz ation ag ainst phote degradqtjon 

Silica-coated particles are far more stable against photodegradation than 
uncoated particles, so that samples could be stored in light for several weeks 
with negligible variation of 'heir absorption spectra. As an example, FIG. 5 
shows the time evolution cf the spectra of the citrate-stabilized particles, as 

10 compared with silica-coated ones. This effect can be related to the small pore 
size of the silica shells grown in ethanol through monomer addition which makes 
it very difficult for Cb molecules to reach the particle surface. Such a protection 
would be of jjreat import nice in the preparation of stable nanostructured 
materials with practical applications. 

1 5 F. Op tical Properties of S^fe^CoMMJ^dS 

The optical properties of dispersions of spherical particles can be 
predicted by Mic theory (M Kerker. The Scattering of Light and Other 
Electromagnetic Radiation (Academic Press, New York, 1969)). According to 
this theory, the extinction coefficient of the dispersion at a given wavelength 

20 depends on the complex dielectric constant of the particles at that wavelength 
and on the refractive index of the solvent. Particle size is a parameter with 
special significance for metal and semiconductor particles, which show quantum 
size effects. 

When Mic theory is adaoted to core-shell particles, the dielectric data for 
25 both the core and the shell materials need to be taken into account. For silica, 
only the real component of the dielectric constant was considered, using the 
square of the refractive index (1.456). The spectra for bare CdS spherical 
particles were calculated with u diameter of 6 nm and of the same particles 
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surrounded by a 5 nm thick silica shell. These spectra are compared in FIG. 5 
with the experimental spectra of samples obtained by transfer into ethanol of 
small CdS panicles and subsequent growth with TES. The agreement between 
both plots is fairly good, showing for the silica-coated particles an increased 
5 extinction mainly at wavelengths lower than the absorption onset and showing 
that the optical properties of the CdS particles are neither significantly altered by 
Silica deposition, nor that the silica deposition when carried out as described 
herein leads to significant coalescence or aggregation. This is also confirmed by 
the results s^t cut m FIG 2. 

10 G. Electrpjiirniinefrcence 

In FIG. 5 the photoluminescence spectrum of CdS@Si0 2 particles is 
shown. The exdtrtion wavelength is 400 nm. A strong, broad peak with a 
maximum intensity at 580 nm was observed. This is attributed to the 
recombination of trapped charge carriers in surface states at the CdS-silica 

15 interface. The density of surface states has been dramatically enhanced by the 
adsorption of MPS. yielding strong fluorescence readily visible to the human 
eye. These coated particles can be concentrated by rotary evaporation to form 
more viscous solution or, if required, car be made more viscous by addition of 
polymers such as poly (vinyl) alcohol, poly(vinyl) acetate or poly (acrylic) acid. 

20 However, this affects only the deposition conditions and is not critical. 

A colloid film is prepared by applying such a viscous polymeric 
preparation to indium tin oxice fITO) glass (1 cm x 1 cm) on a spin coater (1000 
rpm) via a micropipette. Other coating methods such as dip coating, screen 
printing or spray coating may also be used. The film can be made thicker by 

25 drying the coated particles in an oven at < 100°C and then reapplying second or 
multiple coatings. Optima] volumes and spin speeds depend on the exact 
viscosity of the colloid solution applied. 

Electroluminescence v/as demonstrated by polarizing the ITO electrode 
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coated with a thin film of CdS@Si02 particles in a solution of potassium 
persulfate (1 M) at pH 13. The solution also contained a Ag/AgCl reference 
electrode and a platinum flag counter electrode. As the potential of the ITO 
electrode is made more negative, light is observed from the electrode as shown 
5 in FIG. 7. The intensity increases as the potential is made more negative. The 
intensity depends in a complicated way on applied voltage, electrode resistance 
and solution composition. Etectroluminesence spectra at three potentials are 
shown. These spectra indicate that the coating, while protecting the particles 
from coalescence- still allows charge transfer and electroluminescence processes 
10 to proceed at the surface of the particles. The silica coating allows the particle 
size and fluorescence properties of the particle film to be tailored to yield 
optimal colour and efficiency and then coated without affecting the particle 
characteristics. By maintaining the small sizes, light scattering from the particle 
film and the associated intensity losses are also minimized. 

15 

EXAMPLE 2 
PREPARATION AND CHARACTERIZATION 
OF A SE PARTICLE COATED WITH SILICA 

A coated semiconductor nanoparticle was prepared according to the 
20 method described in Example 1, with the exception that selenium (Se) was 
substituted for CdS. The Se@Si02 nanoparticles had properties similar to those 
determined for CdS@SK)2 particles. 



EXAMPLE 3 

25 PREPARATION AND CHARACTERIZATION 

OF A ST PARTICLE COATED WITH SILICA 
A coated semiconductor nanoparticle was prepared according to 
the method described in Example 1. with the exception that silicon (Si) was 
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substituted for CdS. The Si@S: 0 2 nanoparticles were expected to have 
properties similar to those determined for CdS@Si0 2 particles. 

EXAMPLE 4 
PREPARATION AND CHARACTERIZATION 
OF A CD SE PARTICLE COATED WITH SILICA 

A coated semicopductc?: nanoparticle was prepared according to the 
method described in Example J, with the exception that cadmium selenide 
(CdSe) was substituted for CdS. The CdSe@Si02 nanoparticles had properties 
similar to those determined fcr Cc!S@Si02 particles. 

EXAMPLE 5 
PREPARATION AND CHARACTERIZATION 
OF A CD TE PARTICLE COATED WITH SILICA 
A coated semiconductor nanoparticle was prepared according to the 
method described ir. Example I, with the exception that cadmium telluride 
(CdTe) was substituted for CdS, The CdTe@Si02 nanoparticles had properties 
similar to these determined for CdS@Si02 particles. 

EXAMPLE 6 
PREPARATION AND CHARACTERIZATION 
OF A. ZNS PARTICLE COATED WITH SILICA 

A coated stiTiiconducic r nanoparticle was prepared according to the 
method describee ir. Example \ with the exception that zinc sulfide (ZnS) was 
substituted for Crff. The 7;rtf@Si02 nanoparticles had properties similar to 
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EXAMPLE 7 
PREPARATION AND CHARACTERIZATION 
OF A ZNSE PARTICLE COATED WITH SILICA 

A coated semiconductor nanoparticle was prepared according to the 
method described in Example 1, with the exception that zinc selenide (ZnSe) was 
substituted for CdS. The ZnSe@Si02 nanoparticles had properties similar to 
those determined for CdS@SiC>2 particles. 

EXAMPLE 3 
PREPARATION AND CHARACTERIZATION 
OF A ZNO PARTICLE COATED WITH SILICA 
A coated semiconductor naxtopartxle was prepared according to the 
method described in Example I , with the exception that zinc oxide (ZnO) was 
substituted for CdS. The ZnO@Si02 nanoparticles had properties similar to 
those determined for CdS@Si02 particles'. 

EXAMPLE 9 
PREPARATION AND CHARACTERIZATION 
OF AN Agl PARTICLE WITH SILICA 

A lOOmL solution contrming KI (Exit)" 4 M) and sodium citrate (ImM) 
was prepared r-nd strred rapid!;/ using a magnetic stirrer. A solution of 5mL 
0.01M of AgNOj Vv is added by pipette. The solution immediately turned from 
clear to transparent, yellow, indicating the formation cf small Agl crystallines. 
Within 5 minutes, A PS flnM. 0 5mL) is added. After 20 minutes, active silicate 
ion was added, prepared a? r-it! : ned before. A thin shell of silica was deposited 
after 24 hours. 
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EXAMPLE 10 
PREPARATION AND CHARACTERIZATION 
OF AN AU PARTICLE COATED WITH SILICA 

5 Au particles from 40-80nm in diameter were grown from seed particles 

prepared via the Turkevich method. (Enusttn B.V.; Turkevich, J J. 
Am.Chem.Soc. 1963 85 3317). 
Seed Gold sol: 

1 OOmL of 0.5mM HAuO . was heated with mild stirring until boiling. A 
10 boiling solution of 5m L 0.5niW rri-sorJiun citrate was added to the HAuCl 4 
solution with rapid rtirring. Tb? resulting .solution was then boiled for 
approximately !5 minutes with stirring. F inally, the solution was allowed to 
cool. 

Large ParticFes 

15 A 50miL solution containing 25nM 1 5nm Au colloid and 1 .5mL 

NH 2 OH.HCl was prepared 3 drops 1M KOH was added to 70mL of lmN 
HAuCl 4 , raising the pH from approximately 3 to 4. 50mL of HAuCl 4 solution 
was added drop wise (at a rate of approximately one drop every two seconds) to 
the Au colloid solution with stirring. 

20 The new particle volume was calculated from the initial and final gold ion 

concentrations and the initia! particle size. Such particles are large, reasonably 
spherical though they contain angular and rod like particles. They are puiple in 
transmitted light but scatter ycJJow light strongly. They settle out of solution 
over hours if left standing. The surfaces have both adsorbed citrate and adsorbed 

25 hydroxy! amine, which are displaced by APS. Coating is effected by the 
procedure of Example 1. 
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EXAMPLE 11 
PREPARATION OF AN AU PARTICLE 
WITH A SN0 2 COATING 
5 The APS also enhances deposition of other oxide coatings. Particularly 

important are conducting or semiconducting layers, which allow electron 
transport between the core and exterior. 

lOmL of 0.045M Na 2 SnO : 3H 2 0 was acidified to pH 10.5 by addition of 3 
drops 1M nitric acid, 25jiL of t*nM APS was added to 5mL of 0.5mM 1 5nm Au 
10 colloid dropwise with stirring;. 1 5 .minutes later, IroL of the stannate solution 
was added to the Au colloid solution with stirring. A colour change became 
apparent in the solution after one week. 

The colour of the ruby red gold sol turned a purple-crimson as coating 
took place. The costing obtained this way was about 5-1 Onm thick, and was 
15 dependent on the ageing time, the pH of ageing and the stannate ion 

concentration. It also depended on the gold colloid concentration and the stirring 
rate. 

Accordingly, stabilized nanoparticles and methods for preparing 
stabilized nanoparticle have been disclosed. Although preferred embodiments of 
20 the subject invention have been described in some detail, it is understood that 
obvious variations can be made without departing from the spirit and the scope 
of the invention as defined by the appended claims. 
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CLAIMS: 

1. A method for preparing a coated particle, comprising: 

(i) admixing a source of the particle with a source of coating to provide a 

particle-coating admixture; 
5 (ii) adding to the particle-coating admixture a bifunctional Hgand having 

structural formula (I): 



A-X-B 



10 wherein A is a first functional group that attaches to the particle, or to a coating 
formed on the particle, B is a second functional group that activates the surface 
of the core particle for nucleatioa of a coating layer and X is an optional linking 
group; and 

(iii) allowing the bifunctional ligand and coating to deposit on the 
15 particle. 

2. A method for preparing a coated particle, comprising: 
(i) admixing a source of the particle v/ith a bifunctional ligand having 
structural formula (I): 



20 



A-X-B 



wherein A it a first functional group that attaches to the particle, or to a coating 
formed on the particle. B is a second functional group that activates the surface 
25 of the core partible for nucleation of a coating layer and X is an optional linking 
group, to provide a particle- ligand admixture; 

(ii) adding to paracie-ligarxi admixture a source of coating; and 

(iii) allowing the bifimcdonal ligand and coating to deposit on the 
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particle. 

3. The method of claim 1 or claim 2, wherein the particle is a 
nanoparticle. 

5 

4. The method of claim 3. wherein the nanoparticle comprises a metal or 
a metal compound. 

5. The method of claim 4. wherein the nanoparticle comprises a metal 
10 selected from the group consisting of copper, silver, gold and platinum. 

6. The method of slaim 4, wherein the nanoparticle comprises a metal 
compound selected from the group consisting of a metallic sulfide, a metallic 
arsenide, a metallic selenide, a metallic telluride, a metallic oxide, a metallic 

15 halide and a mi?;ture thereof 

7. The method of claim 3, wherein the nanoparticle is a semiconductor 
nanoparticle. 

20 8. The method of ckim 7, wherein the semiconductor nanoparticle 

comprises cadmium sulfide (CdS), germanium (Ge), silicon (Si), silicon carbide 
(SiC), selenium (Se), cadmium selenide (CdSe), cadmium telluride (CdTe), zinc 
sulfide (ZnS), zinc selenide ( ZnSe) or zinc oxide (ZnO). 

25 9. The method of claim 1 or claim 2, wherein A is selected from the 

group consisting of a thiol an sroine, a phosphine, a phosphate, a borate, a tetra 
alkyl ammonium, a carhoxyL a silicate, a siloxyl, a selenate, an arsenate and an 
aluminate 
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10. The method of claim 1 or claim 2, wherein B is selected from the 
group consisting of a thiol an amine, a phosphine, a carboxyl, a silicate, a 
siloxyl, a silane, a seienate, an arsenate and an aluminate. 

11. The method of claim 1 or claim 2, wherein X is present and is a 
straight chain, branched or cyclic hydrocarbon selected from the group 
consisting cf aikyl, alkenyl and alkynyl. optionally substituted with a fluoride, 
chloride, bromide or iodide. 

12. The method of claim 1 or claim 2, wherein the Afunctional ligand is 
selected fron) the group consisting of 3-mercaptopropyl trimethoxysilane 
[SH(CH 2 ) 3 (Si(OMeb)J (MPS), 1 ,3-propanedithiol [(HS(CH 2 )3SH)] 3- 
aminopropanethioi [(HS(CK?)3NH2)] (APT) and 3-aminopropyl 
trimethoxysilane r^H 2 {CH 2 ) 3 S?(OMe) 3 ] (APS). 

13. The method of claim 1 or claim 2, wherein the source of coating is 
selected from the group consisting of silica (SiC>2), Se, an organic conducting 
polymer, a metal, a. metal oxide, a metal sulphide, a metal selenide, a metal 
telluride, and a metal hslide. 

14. The method of claim 13, wherein the source of coating is silica. 

15. The method of ckim 13, wherein the source of coating is a metal 
oxide select from the group consisting of titania (T1O2), zirconia (Z1O2), 
alumina (AbCK). zmc oxide (ZnO). tin dioxide (Sn02) or manganese oxide 
(MnO). 
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16. The method of claim 13, wherein the source of coating is a metal 
sulfide selected from the group consisting of CdS and ZnS. 

17. The method of claim 13, wherein the source of coating is a metal 
selenide selected from the group consisting of CdSe and ZnSe. 

18. The method of claim 13, wherein the source of coating is a metal 
telluride selected from the group consisting of CdTe and ZnTe. 

19. The method of claim 13, wherein the source of coating is a metal 
halide selected from the group consisting of silver iodide (Agl) and silver 
bromide (AgBr). 

20. The method of claim 13, wherein the source of coating is a metal 
selected from the group consisting of platinum, palladium, iridium, bismuth, 
copper, silver, gold, and alloys *nd mixtures thereof. 

21. A coated particle prepared according to any one of claims 1 to 20. 

22. A particle stabilized by a coating, wherein said coating is attached to 
said particle via a Afunctional Hgand having structural formula (I): 

A-X-B 

wherein A is a first functional group that attaches to the particle, or to a coating 
formed on the particle, B h a stcond functional group that activates the surface 
of the core ^article for nu citation, of a coaling layer arid X is an optional linking 
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group. 

23. The particle of claim 22, wherein the particle is a nanoparticle. 

24. The particle of claim 23. wherein the nanoparticle comprises a metal 
or a metal compound. 

25. The particle of claim 24, wherein the nanoparticle comprises a metal 
selected from the group consisting of copper, silver, gold and platinum. 

26. The particle of claim 24. wherein the nanoparticle comprises a metal 
compound selected from the group consisting of a metallic sulfide, a metallic 
arsenide, a metallic selenide, a metallic telluride, a metallic oxide, a metallic 
halide and a mixture thereof 

27. The particle of claim 23, wherein the nanoparticle is a semiconductor 
nanoparticle. 

28. The particle of claim 27, wherein the semiconductor nanoparticle 
comprises cadmium sulfide (CdS), germanium (Ge), silicon (Si), silicon carbide 
(SiC) ? selenium (Se), cadmium selenide (CdSe), cadmium telluride (CdTe), zinc 
sulfide (ZnS) s zinc selenide (ZeSs) or zinc oxide (ZnO). 

29. The particle of claim 22, wherein A is selected from the group 
consisting of a thiol, an amine, a phosphine. a phosphate, a borate, a tetra alkyl 
ammonium, a osrboxyl. a silicate, a siloxyl, a selenate, an arsenate and an 
aluminate 
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30, The particle of claim 22, wherein B is selected from the group 
consisting of a thiol, an amine, a phosphine, a carboxyl, a silicate, a siloxyl, a 
silane, a selenate, an arsenate md an aluminate. - 

5 31. The particle of claim 22, wherein X is present and is a straight chain, 

branched or cyclic hydrocarbon selected from the group consisting of alkyl, 
alkenyl and alkynyl, optional!}' substituted with a fluoride, chloride, bromide or 
iodide. 

10 32. The panicle of claim 22, wherein the Afunctional ligand is selected 

from the group consisting of 3-mercaptopropyl trimethoxysilane 
[SH(CH 2 ) 3 (Si(OMe;> 3 )] (MPS), 1 ,3 -propanediol [(HS(CH 2 )3SH)] 3- 

aminopropanethiol [(HS-'CFb^NPb)] (APT) and 3-aminopropyl 

trimethoxysilane [NH 2 (CH;) 3 Si(OMe) 3 ] (APS). 

15 

33. The particle of claim 22, wherein the coating is selected from the 
group consisting of silica (SiCh), Se, an organic conducting polymer, a metal, a 

metal oxide, ;i rretal sulfide, r c. metal selenide, a metal telluride, and a metal 
20 halide. 

34. The particle claim 22, wherein the coating is silica. 

35 The particle of claim 33, wherein the coating is a metal oxide 
25 selected from the group consisting of mania (TiO?) 3 zircorfia (ZiO^), alumina 

(AI2O3). zinc oxide (ZnO), tin dioxide (SnC>2) or manganese oxide (MnO). 
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36. The particle of claim 33, wherein the coating is a metal sulfide 
selected from the group consisting of CdS and ZnS. 

37. The particle of claim 33, wherein the coating is a metal selenide 
5 selected from the group consisting of CdSe and ZnSe. 

38. The particle of chhn 33 ; wherein the coating is a metal telluride 
selected from the group consisting of CdTe and ZnTe. 

10 39. The particle of cb.im 33, wherein the source of coating is a metal 

halide selected from the group consisting of silver iodide (Agl) and silver 
bromide (AgBr). 

40. The particle of claim 33, wherein the source of coating is a metal 
15 selected from the group consisting of platinum, palladium, iridium, bismuth, 

copper, silver, gold, and alloys and mixtures thereof. 

41. A method for determining the presence of an analyte in a sample 
suspected of containing the analyte comprising: 

20 (a) providing a coated particle-ligand composition, wherein the ligand is 

bound to the coated particle and further wherein the coated particle-ligand 
composition is capable of specifically binding to the analyte and capable of 
providing a detectable signal; 

(b) incubating the sample with the coated particle-ligand composition to 
25 form a coated particJe-Iigandrarialyte complex; and 

(c) detecting the presence: of the coated particle-ligand:analyte complex as 
indicating cf the presence of vise analyte in the sample. 
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42. The method of claim 41, wherein the coated particle comprises a 
coating attached to said panicle via a Afunctional ligand having structural 
formula (I): 

5 A-X-B 

wherein A is a first functional group that attaches to the particle, or to a coating 
formed on the particle, B is a second functional group that activates the surface 
of the core particle for nucleanon of a coating layer and X is an optional linking 
10 group. 

43. The method of ckim 42, wherein the particle is a nanoparticle. 

44. The method of claim 43, wherein the nanoparticle is a semiconductor 
15 nanoparticle. 

45. The method of claim 44, wherein the semiconductor nanoparticle 
comprises cadmium sulfide (CdS), germanium (Ge), silicon (Si), silicon carbide 
(SiC), selenium (Se), cadmium selenide (CdSe), cadmium telluride (CdTe), zinc 

20 sulfide (ZnS). zinc selenide fZnSe) or zinc oxide (ZnO). 

46. The method of claim 45, wherein the bifunctional ligand is selected 
from the group consisting of 3-mercapfopropyl trimethoxysilane 
[SH(CH 2 ) 3 (Si(OMe)3)] (MPS), 1 ,3 -propanediol [(HS(CH 2 )3SH)] 3- 

25 aminopropar.ethiol [(HS(CH2)3NH2)3 (APT) and 3-aminopropyl 

trimethc<ysilane [NH,(CF,\ s:/OMe) 3 ] (APS). 



47. The method of claim 46, wherein the coating is selected from the 
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group consisting of silica (SiO;; h Se, an organic conducting polymer, a metal, a 

metal oxide, a metal sulfide, a metal selenide, a metal telluride, and a metal 
halide. 

48. The method of claim 47, wherein the coating is silica. 

49. The method cf claim 3 wherein the particle is less than 60nm and 
preferably less than 40nrn. 

50. The method of claim 3 wherein the coating has a thickness of less 
than 30nm. 

51 . The ^article of claim 23 wherein the particle size is less than 60nm 
and preferably \ts> than 40mri. 

52. The particle of claim 23 wherein the coating has a thickness of less 
than 30nm. 

53. The method of claim 41 wherein the particles size is less than 
60nm and preferably less than 40am. 

54. The method of claim 41 wherein the coating has a thickness of less 
than 30 nm. 
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